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(54) PRODUCTION OF DOCTOR BLADE 

(57)Abstract: 

PURPOSE: To allow a long doctor blade material to be plated by a method wherein said 
doctor blade material is plated in the rolled state and, thereafter, cut to a required length. 

CONSTITUTION: A long doctor blade material 3 is wound in a roll form with a spacer 
4 between. The spacer 4 is provided with projected parts 4a, 4a on the both surfaces 
thereof so as not to come into contact with the thin blade part. In this state, the material 
3 is put in a plating tank 2 to be plated. In the plating tank 2, an electroless plating liquid 
(ceramics coating liquid) 5 with the addition of an appropriate amomt of ceramics fine 
powder 5a, such as silicon carbide or boron nitride, is charged. Simultaneously with a 
nickel plating, the fme powder is precipitated to be composite in the plated fihn, 
whereby a hard layer (ceramics-coated layer) is formed on the surface of a steel-made 
doctor (the doctor blade material 3). The ceramics powder 5a is settled on the bottom 
while the ceramics coating liquid is kept in the quiescent state, and the nickel plating is 
conducted. After that, the ceramics powder 5a is suspended to be applied on the surface. 
In this manner, a nickel-plated layer 7 and a ceramics-coated layer 9 can be formed on 
the doctor blade material 3. 
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